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CLADDING-PUMPED 3-LEVEL FIBER LASER/AMPLIFIER 
Background of thk Invention 

1. Field Of The Invention 

The present invention relates generally to active fibers for use as optical 
amplifiers and lasers for applications ranging from laser-machining and graphic arts to 
telecommunications, and in particular to 3-level double-clad fiber lasers and 3-level 
double-clad fiber amplifiers. 

2. Technical Background 

Optical fiber is increasingly becoming the favored transmission medium for 
telecommunications due to its high capacity and immunity to electrical noise. Silica 
optical fiber is relatively inexpensive, and when fabricated as a single transverse mode 
fiber can transmit signals in the 1550nm band for many kilometers without 
amplification or regeneration. However, a need still exists for optical amplification in 
many fiber networks, either because of the great transmission distances involved, or the 
optical signal being split into many paths. 

As illustrated schematically in FIG. 1, a conventional amplifier 10 is interposed 
between an input transmission fiber 12 and an output transmission fiber 14. Erbium- 
doped fiber amplifiers (FDFAs) have been found quite effective in providing the 
required optical gam. as one example of the amplifier 1 o. Another example of the 
amplifier 10 is a fiber with Raman gain. Both transmission fibers 12, 14 need to be 
single-mode, kr.viM' lii^her-order modes exhibit nine!: neater dispersion (typically the 



limiting factor for the fiber transmission distance at high data rates). The EDFA 10 
includes a length (on the order of tens of meters) of an erbium-doped silica fiber 16, as 
is well known in the art. It is well known that an erbium optical fiber amplifier 
operating in its purely three-level mode is capable, when pumped at a wavelength of 
5 980 nanometers (run) of amplifying optical signals having a wavelength of 1 550nm. 
The doped fiber 16 should also be single-mode in order to maintain the transmission 
signal integrity. The doped fiber 16 is optically active due to the presence of Er J ^ ions 
or other rare-earth metals, which can be excited to higher electronic energy levels when 
the doped fiber 16 is pumped by a strong optical pump signal. Typically, an optical 

1 0 pump source 1 8 inputs the pump signal into the doped fiber 1 6 through a pump source 
fiber 20 coupled to either the undoped upstream fiber 12 or the doped fiber 16 through a 
wavelength-selective directional coupler 22, but downstream coupling is also known. 
Again, for integrity of the transmission signal, the pump source fiber 20 should be 
single-mode. An operative EDFA may contain some additional elements (such as an 

1 5 isolator), which are well known to the art but not relevant to the understanding of the 
background of the present invention. 

Conventionally, one typical pump source 18 has been an edge-emitting 
semiconductor laser that includes a waveguide structure (in what is called a "stripe" 
structure) that can be aligned with the single-mode pump source fiber 20 to provide 

20 effective power coupling. However, this approach has failed to keep up with modern 
fiber transmission systems incorporating wavelength-division multiplexing (WDM). In 
one approach to WDM, a number of independent lasers inject separately modulated 
optical carrier signals of slightly different wavelengths into the transmission fiber 12. 
The EDFA has sufficient bandwidth to amplify carrier signals within about a 40 nm 

23 bandwidth. A large number of multiplexed signals to be amplified require in aggregate 

a proportionately large amount of pump power. Over the past decade, the number of 
WDM channels preferably utilized in a standard network has increased from about four 
to current levels of forty or more, but at best the output power from a single-stripe laser 
source has only doubled. Derivative designs such as a master oscillator power 

; i) amplifier (a single-mode stripe followed by a broad stripe amphtier) or flared - 

semiconductor devices are capable of producing more than one v.aii of optical output 
power, but many of these designs have been subject to rcliahi ! r.\ problems (such as 



back-facet damage caused by feedback) that have hindered their practical deployment 
as fiber amplifier pumps. 

Another approach uses WDM technology to combine pump signals. Multiple 
single-stnpe lasers are designed to emit light at narrowly spaced wavelengths, usually 
within the wavelength bands of 970-990nm or 1 460-1 500nm. Wavelength-dependent 
directional couplers combine these multiple optical waves into a single (somewhat 
broadband) pump signal. While this approach increases the power available for optical 
amplifiers, it greatly adds to the complexity of the pump source, and requires additional 
components such as thermoelectric coolers, fiber gratings, and directional couplers, /\s 
a result, this approach increases cost. At present, the most advanced amplifiers designed 
for dense wavelength-division multiplexing (DWDM) can use up to six ~ 150 mW 
single-mode diode laser pumps. Replacing these six pumps with one broad-area laser 
can greatly simplify the amplifier design and bring a significant cost advantage. 

The single-stripe broad-arca diode laser remains the most efficient and least 
expensive pump source. Recent progress in semiconductor laser technology has led to 
creation of a single-stnpe broad-area laser diodes with output powers of up to 16 W. 
Devices 100 \im wide with a slow-axis numerical aperture (NA) of iess than O.i and 
output power of 2 Watts at 920 and 980 nm are now passing qualification testing for 
telecommunication applications. With proper coupling optics, the beam of such a laser 
diode can be focused into a spot as small as 30x5 urn with an NA of less than 0.35 in 
both transverse directions. The optical power density in such a spot is ~ 1.3 MW/cm\ 
which should be high enough to achieve transparency in 3-levd laser systems. 

One approach for utilizing inexpensive high-power broad-area pump lasers 
involves cladding-pumped, or double-clad fiber designs. The advantages of cladding- 
pumped fiber lasers and amplifiers are well known. Such a device effectively serves as 
a brightness converter, converting a significant part of the multi-mode pump light into a 
single-mode output at a longer wavelength. 

Cladding pumping can be used in a fiber amplifier itself, or employed to build a 
separate high-power single mode fiber pump laser. A source based on the pure three- 
level 978 nm Yh* : transition has long been suggested as a pump for EDFAs because 
this wavelength is close to the desired pumping wavelength ot 980nm. However, the 
cladding-pumped technique has been determined in practice to be ineffective to- 
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pumping pure three-level fiber lasers, such as the 980 nm transition of ytterbium. 

Practical double-clad amplifiers and lasers have been mostly limited to 4-lcvcl 
systems. Double-clad fiber lasers offer better performance for four-level lasing (where 
the lasing occurs in a transition between two excited states) than for three-level one 

5 (where the lasing transition is between the excited and the ground state). For example, 
for the rare-earth element Ytterbium (Yb) the three-level transition is at 978 nm and 
competing higher-gain four-level transition is at about 1030-1 100 nm. 

In a double-clad laser, an outer cladding confines the pump light from a primary 
pump source in a large cross- sectional area multi-mode inner cladding, ihe mucn 

10 smaller cross-sectional area core is typically doped with at least one rare-earth element, 
for example, neodymium or ytterbium, to provide lasing capability in a single-mode 
output signal. Typically, a neodymium- or ytterbium-doped double-clad fiber is 
pumped with one or several high-power broad-area diode lasers (at 800nm or 91 5nm) to 
produce a single transverse mode output (at the neodymium four-level transition of 

15 1060 nm or the ytterbium four level transition of 1030-1 120 nm, respectively). Thus, 

conventional double-clad arrangements facilitate pumping of the fiber using a multi- 
mode first cladding for accepting and transferring pump energy to a core along ihe 
length of the device. Double-clad laser output can be used to pump a cascaded Raman 
laser to convert the wavelength to around 1480nm, which is suitable for pumping 

20 erbium. To date, a double-clad design by itself (that is, without an additional Raman 
converter) does not produce a sufficiently high output in any of the appropriate 
absorption bands for EDFAs. . 

How much pump light can be coupled into a double-clad fiber inner cladding 
depends on the cladding size and NA. As is known, the "etendue" (numerical aperture 

25 multiplied by the aperture dimension or spot si/c) of the fiber should be equal to or 
greater than the etendue of the pump source lor efficient coupling. The numerical 
aperture and spot size are different in both axes so there is an etendue in the \ and y 
directions that must be maintained or exceeded 

Typically, a high numerical aperture \\>W related to the difference in 

30 refractive index between the first and second c'adding, is desired. In the well-known 
design, the first clad layer is made of e!.:-- and the second is made of pl^he 
(fluorinated polymer) with relatively low iciMctive index in order to increase the 
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numerical aperture NA c i ad . Such plastic may not have the desired thermal stability for 
many applications, may dclaminate from the first cladding, and may be susceptible to 
moisture damage. Furthermore, the known large-cladding double clad concept is not 
efficient with three-level transitions, such as the 978 nm transition of ytterbium. 

5 

Summary Of Thk Invention 

An optically active fiber is used for making a fiber laser or an amplifier. This 
double-clad structured active fiber has a core doped with an optically excitable ion 
having a three-level transition. The core has a core refractive index and a core cross- 

1 0 sectional area. An inner cladding surrounds the core. The inner cladding has an inner 
cladding refractive index less than the core refractive index, an inner cladding cross- 
sectional area between 2 and 25 times greater than that of the core cross-sectional area, 
and an aspect ratio greater than 1.5:1. An outer cladding surrounds the inner cladding 
and has an outer cladding refractive index less than the inner cladding refractive index. 

1 5 The fiber laser or amplifier includes an optical fiber having a core doped with an 

ion such as erbium (Er 3+ ), neodymium (Nd 3+ ) or ytterbium (Yb'~), which can be 
optically pumped. 

The active fiber and a single-mode output fiber are both designed to provide 
equal mode field diameters for the lowest-order mode at the junction. 
20 The inner cladding cross-section has an elongated shape with an aspect ratio 

matching that of the pumping diode laser. 

The invention is particularly advantageous when used as a pump source for an 
erbium-doped fiber amplifier (HI )FA ) or for the EDFA itself, such as may be found in 
single-mode fiber optic communication systems or networks. 

25 

Brief Description Of Thk Drawings 

FIG. 1 is a schematic illustration of a prior art erbium-doped fiber amplifier 
( F.DFA) used in a typical fiber optic telecommunications system; 

FIG. 2 is a schematic cross sectional view of an optically active fiber according 
30 to the present invention; 

FIG. 3 is a schematic illust: mot: o fusing the active fiber 30 ar amplifier, in a 
first embodiment, according to the p- -sent invention; 



FIG. 4 is a schematic illustration of using the active fiber 30 as an amplifier, in a 
second embodiment, according to the present invention; 

FIG. 5 is a schematic illustration of using the active fiber 30 as an amplifier, in a 
third embodiment, according to the present invention; 

FIG. 6 is a cross-sectional view of the active fiber 30, having the outer cladding 
36 and/or the inner cladding 32 of FIG. 2 doped, according to the present invention; 

FIG. 7 is a schematic illustration of a pump source utilizing the active fiber 1 0 
of FIG. 2, according to the present invention; 

FIG. 8 is a graph of output power (milliwatts) at 978nm versus input power 
(milliwatts) at 91 5 nm, according to the present invention; 

FIG. 9 is a graph of lasing threshold power for a number of active fiber 30 of 
FIG. 2 acting as waveguides having differing aspect ratios as a function of their 
numerical aperture (NA), according to the present invention; 

FIG. 10 is a cross-sectional representation of a rectangular shape 321 of the 
inner cladding 32 of the active fiber 30 of FIG. 2, according to the present invention; 

FIG. 1 1 is a cross-sectional representation of a racetrack shape 322 of the inner 
cladding 32 of the active fiber 30 of FIG. 2, according to the present invention; 

FIG. 12 is a cross-sectional representation of a ellipsoid or elliptical shape 323 
of the inner cladding 32 of the active fiber 30 of FIG. 2, according to the present 
invention; 

FIG. 13 is a cross-sectional representation of a diamond shape 324 of the inner 
cladding 32 of the active fiber 30 of FIG. 2. according to the present invention; 

FIG. 14 is a cross-sectional representation of a Saturn-like shape 325 of the 
inner cladding 32 of the active fiber 30 of FIG. 2, according to the present invention 

FIG. 15 is schematic illustration of using the active fiber 30 as an amplifier, in a 
fourth embodiment, according to the present invention; 

FIG. 16 is a modal representation or the overlap of the core 34 having a larger 
core diameter 42 and inner cladding 32 of FIG. 12, according to the present invention; 
and 

HG. 17 is a modal representation of the overlap of the core 34 ha\ n.c a smaller 
core oianieter 42 and inner cladding 32 x t K i 12, according to the preset r,\ ention. 



Detailed Description Of The Preferred Embodiments 

The optically- active fiber, brightness converter, fiber amplifier, fiber laser, 
dielectric waveguide laser or amplifier of the present invention is shown in FIG. 2 and 

5 is generally described and depicted herein with reference to several exemplary or 
representative embodiments with the same numbers referenced to the same or 
functionally similar parts. 

Even though the ineffectiveness of conventional cladding-pumped high power 
980nm fiber laser, which is a three-level fiber laser, was known, it was not known that 

10 it is possible to overcome this ineffectiveness using special design rules. 

In general, a double-clad structure that could be used as a fiber laser or as an 
amplifier includes two claddings. A first (inner) multi-mode clad acts as a multi-mode 
pumping core. The first cladding or clad is adjacent to a single mode core, and a 
second clad surrounds the first clad. The first multi-mode clad or inner cladding serves 

15 as a waveguide with a high numerical aperture (NA^i ad ) for the input pumping light. The 
cross section of the first multi-mode clad ( D, hld is the longer dimension 44 of the inner 
cladding as seen in FIG. 2) may be designed to have a desired shape, e.g., matched to 
the near field shape of the pump source (D,^ is the size of the broad-area laser light 
emitting aperture 48 in a slow axis as seen in FIG. 7) or any other scheme or shape 

20 which increases coupling efficiency of the pump beam. The numerical aperture 

(NA, l;u1 ) between the first and second clad layers must be large enough to capture the 
output of the pump laser diode. The actual increase in brightness realized depends on 
the clad to core ratio (CCR) of the pump cladding area to the core area, with the higher 
the ratio (CCR), the greater the brightness increase. However, this disparity in area 

25 between ;hc core and cladding cross- sections necessitates a long device length, since 
the absorption of the pump radiation is inversely proportional to this ratio (CCR). 
Conventionally high ratio (CCR) of pump cladding area to core area renders achieving 
a high level of inversion difficult, because in general the higher the ratio (CCR), the 
lower the level of inversion that can be achieved with a given pump power. Hence, 

30 purr.p absorption and inversion are relaicd. 

■ \mg rare-earth elements, such i r. Yb or Nd as the dopant in the core of the 
double -clad fiber amplifier/laser with he a t 'ud to core ratio (CCR) is thus problematic. 
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Even with the very high power available from a diode laser bar, it is very difficult to 
reach the high level of inversion necessary for the operation of a 3-lcvel system for 
lasers or amplifiers. 

Three-level transitions require a high inversion of >50% in order to experience 

5 gain. Quasi-three-level transitions require lower, but significant inversion levels as 
compared to four-level lasers, which experience gain for infinitesimally small 
inversion. Ytterbium and neodymium ions (Yb +? and Nd~ 3 ) provide a three-level lasing 
system at around 980nm and a quasi-three-level lasing system at around 940nm, 
respectively. In a three-level system, lasing occurs from an excited level to either the 

10 ground state or a state separated from it by no more than a few kT (that is, thermally 

mixed at operating temperature). As a result, an unpumped doped core strongly absorbs 
at the laser wavelength, and the lasing power threshold can become a problem because 
of insufficient population inversion. 

In the competing and higher-gain four-level-transition case, for example, at 

1 5 about 1 060 nm for neodymium (Nd), the doped core is still transparent at the laser 

signal wavelength when not being pumped. As a result, the power threshold for lasing 
depends essentially on the dimensions of the doped core and the inner cladding ot a 
double-clad fiber structure, and the background loss in the double-clad fiber over the 
pump absorption length. 

20 Likewise, even though Yb 3+ ions exhibit gain in a narrow 6nm-wide pure 

three-level transition at 976-978 nm to show much promise of ytterbium as a pump for 
high-powered EDFAs, an efficient Yb 976 nm fiber laser has not been realized yet 
because of Yb's other competing and higher gain transition that peaks at about 1 030nm 
(but extends as far as 1 120 nm), which is a broad quasi-four-level transition that 

25 requires a population inversion of only a few percent for transparency. Hence, the 
reason ( )80nm (or close to 976nm) lasing is difficult to achieve is because a high 
inversion level is required (>50%) for the l >"6nm transition which means that the power 
laser threshold is also high. Furthermore, sufficient inversion is hard to achieve at 
about 976nm because the competing quasi -tour-level transition at about 101 5-iO30nm 

30 for Yb produces the amplified spontaneous emission (ASE), which saturates the 

inversion. 
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The inversion problem stems from the relationship between the gains in the two 
competing transitions and the pump absorption for Yb. As a representative example, 
the gains at the two wavelengths in a Yb-dopcd germano-alumino-silicate glass 
(assuming homogeneous broadening) are related by the equation: 

5 G 1030 = 0.25C 976 + 0.74a yJ ^ 0) 

*■ p 

where G 10 3o and G^ 6 are the gains at 1030nm and 976nm, respectively, o%> is the 
partially-bleached pump absorption in decibels (dB), and T s and T P are the respective 
overlap factors of the signal mode and pump mode with the dopant profile. 

Similar relationships with different coefficients will hold for other hosts, such as 

10 antimony silicate glass. As is known, double-clad fibers allow coupling from diode 

bars and other similar active structures. However, this is conventionally accomplished 
by a greatly-reduced pump overlap with the doping profile relative to the signal overlap, 
since the doping needs to be confined in or close to the signal core in order to obtain 
sufficient optical gain for the core mode at the signal wavelength. Typically, the core is 

15 uniformly doped, and the area ratio (CCR) between the pump waveguide and the signal 

core is on the order of 100: 1 for conventional double-clad fiber lasers. As a result, 
IV=1 and r P <0.01. Using these values in Equation (1), each ldB of pump absorption 
produces about 20dB of gain at 1030nm. Similarly, for an overlap ratio of iyr F = 50, 
each dB of pump absorption would result in the gain at 1040 nm growing by as much as 

20 30 dB. 

Inevitably, the higher gain of competing transitions leads to a high level of 
amplified spontaneous emission (ASL), which saturates the inversion. F.ven with weak 
pumping, ASH at 1030nm will saturate :he amplifier and deplete or otherwise prevent a 
buildup of the population inversion necessary for lasing at 976nm. In fact, even 

25 without an optical cavity, lasing at the longer four-level wavelength is possible from 

just the backscattering. Hence, high pump absorption will favor gain at I () *0nm or 
longer even if the laser mirrors, defining the cavity, are tailored to 970nm. 

f bus, in quasi-three-level or ;hree-level cladding-pumped fiber lasers, poor 
o\ei!ap of the pump power spatial disti ibution with the doped area results m a much 

30 higher gam of competing four-level la -cr transitions that require relate eh. ow 
auction levels (<5%). It is there fo: e accessary to suppress the gain c\ a-cc 
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competing transitions in order to achieve the desired three-level or quasi-thrcc level 
oscillation at the inversion level required. 

Because making the fiber length long enough for a fixed pump power is 
equivalent to decreasing the average inversion, one prior approach intentionally made 
5 the fiber laser length short enough to avoid lasing at the quasi-four level transition at 
about 1030nm but to preferentially lase instead at 980nm. However, a short fiber laser 
is inefficient. 

In accordance with the teachings of the present invention, in the specific case of 
an Yb 3-level transition at 980nm, Equation ( 1) can be used to estimate the desired 

10 overlap ratio of r s and T P which is closely related to the area ratio (CCR) of the inner 
cladding area over the core area (A^d/A^). For Yb, given that an absorption of at 
least 6 dB of pump is desired, and the inability to suppress more than forty extra dB of 
gain at the competing quasi-four-level transition at 1030nm, then using Equation (1), 
the desired A,i a d / A,-u re can be calculated. For the preferred silicate host glass the desired 

1 5 clad-to-corc ratio (A C i ad /A corc ) is thus found to be less than eight for an Yb double-clad 
fiber laser. 

Referring to FIG. 2, an optically active fiber 30 for making the fiber laser 18 or 
the amplifier 16 of FIG. 1 is illustrated. This double-clad structured active fiber 30 has 
a doped central part or core 34, doped with an optically excitable ion having a three- 

20 level transition or any other type of ion requiring a high level of inversion. The core 34 

has a core refractive index (iw) and a core cross-sectional area. The cross-sectional 
area can be calculated from the dimensions 42 of the core. An inner cladding 32 
surrounds the core 34. The inner cladding 32 has an inner cladding refractive index 
(n.nncrebu)- less than the core refractive index, an inner cladding cross-sectional area 

25 between 2 and 25 times greater than that of the core cross-sectional area (2- C( K 25 >, 
and an aspect ratio greater than 1.5:1. This preferred design and dimensions of the 
double-clad active fiber 30, allows strong pump absorption, greater than 6 dB. while 
suppressing long wavelength ASE. The inner cladding cross-sectional area can be 
calculated horn the dimensions of the inner cladding, which includes a longer 

30 dimension 44. as taught by the present inver.i:or: and can be exemplified by R( i 1 1 

kocHtng back to FIG. 2, an outer cladding 36 surrounds the inner ehicai :- ^2 
and has an or.er cladding refractive index less than the inner cladding refract i\ a aaVv 
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As an example for use of the active fiber 30, the optically excitable ion having a 
three-level transition is Yb for making an Yb fiber laser 18 of FIG. 1 . On the pumped 
end of the active fiber 30, a 100% signal reflective and pump transparent mirror 60 is 
placed. Signal reflection of about 4% is provided on the output end, with an optional 

5 output mirror 62. Neglecting waveguide loss, g 9 ?6 = 7 dB. It is desired to absorb at 

least 6 dB of pump power, but not more than 40 dB of 1040 nm gain can be suppressed 
by wavelength selective feedback. After substituting these values into Equation (1), the 
preferred clad-to-core area ratio or overlap ratio of r s /r P can be found, and a maximum 
ratio of 7.6 is found and taught by the present invention for the rare-earth dopant Yb for 

10 use in an Yb fiber laser at 980nm. 

According to the teachings of the present invention, the optically excitable ion 
could be one or more of the transitional metals, such as chromium, in addition to being 
one of the rare-earth elements. If an element such as Ge, P, or B is used to provide 
Raman gain in a fiber, then the optically excitable ion is any suitable rare-earth element 

1 5 for use as a double-clad fiber laser for pumping the fiber with Raman gain. 

In general, the active fiber 30 of FIG. 2 can be used as an amplifier or fiber 
laser. For all rare-earth dopants as the optically excitable ions, such as Er, Nd, Tm, and 
Yb, especially those requiring a high level of inversion, the present invention teaches a 
maximum allowable inner cladding area for the double-clad structure. Generally, given 

20 the pump absorption cross-section (a ap ), the metastable level lifetime (x) and the desired 

level of average inversion ( n 2 ), and the available pump power from any type of a laser 
diode such that assuming a particular power absorption, input and output (unabsorbed) 
pump power values can be estimated as P m and P - llt , respectively, the maximum 
permissible cross-sectional cladding area can be found using the following equation, as 

25 taught by the present invention for any rare-earth and host material system: 

hvv 2 HP ; JP ou! ) {2) 

where hv is the pump photon energy. 

Despite all the differences between ions ;trd host materials, Equation (2) is 
30 universally applicable, and especially suited *o: amplifiers operating well below 
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saturation. In the classical case of the active fiber 30 used as a conventional or C-band 
silica-glass Er-doped amplifier (EDFA) operating at 1530-1565nm, A clad < 780 urn 2 is 
taught by the present invention by substituting corresponding values in Equation (2). 
Hence, in general, it is not the clad-to-core ratio (CCR), but the absolute size of the 
5 inner cladding that is most critical for efficient laser or amplifier operation. 

Accordingly, the core 34 can be any size that fits inside the inner cladding 32 of FIG. 2. 

However, it is preferable that the core 34 is similar in size and NA to standard 
single-mode fibers 20 and 14, which would facilitate coupling to the output fiber 20 for 
the laser or facilitate coupling to both the input and the output of the amplifier via the 

10 input fiber 12 and output fiber 14 of FIG. 1 . With the typical single-mode core radius of 
3 to 4 urn, a clad-to-core area ratio CCR (P^]^ Ac QK ) of 10:1 to 20:1 for the C-band Er 
case can be derived and taught by the present invention. 

In this example, the double-clad fiber amplifier is based on silica glass codoped 
with Ge and Al (type II) and pumped at 980 nm (o~ ap =2. 55x10 25 m 2 , x-8 ms, 

15 hv=2. 03x10 19 J). A single 2W laser diode is used to pump the amplifier. Given this 

2W available power of the laser diode, 80% of the available power (P m =1600 mW) is 
coupled mto the inner cladding. No more than half of that power escapes on the other 
end (P O iit=800 mW) given the desired power efficiency of the fiber amplifier. For type II 
C-band amplifiers, an average inversion ( n 2 ) of - 0.6 is needed to achieve a minimal 

20 gain "ripple" (gain variation within a useful amplification band). Substituting these 
values into Equation (2). the cross-sectional area of the inner cladding is found: A cUi - 
780 urn 2 . What this means is that for an inner cladding cross-sectional area larger than 
780 square microns, an average inversion of 0.6 will not be achievable unless a more 
powerful pump laser (more available power than 2W) is used. In practice, passive 

25 losses will limit the useable size of the inner cladding to even lower values, of an order 

of 500 janV or less. 

Using a tvpical core radius of a = ^ urn. the clad-to-core area ratio CCR :s 
A^ad/Acoa 50')/ (rr-3 2 ) « 18, which is well below values recommended in prior 
references or e^er reported for working double -cl.id lasers and amplifiers. 
30 Hence. !or a C-band Er doped double clad amplifier pumped with a 1 VV *)SD 

nm broad-area laser diode, recommended values, m accordance with the teachings of 
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the present invention, for the clad-to-core area ratio are 10:1 to 20:1, but in any case, 
the cross-sectional area of the inner cladding should not exceed 500 |irrf . If the 
available power is doubled in the laser diode as in a 4 W pump diode, recommended 
values are then also doubled such that the clad-to-core area ratio range is now 20:1 to 
5 40: 1 and the inner cladding area is now less than 1000 \im 2 . 

For amplification in a long wavelength or L-band amplifier operating between 
1570nm and 1620nm, significantly smaller values of the average inversion, such as 
around 0.4. are needed. Corresponding to a lower inversion, the maximum useable 
cross-sectional area of the inner cladding is at least 2.5 times larger than the case of a 

10 C-band amplifier. A double clad L-band amplifier pumped by a 1.76 W 980 nm laser 
diode module with the inner cladding cross-sectional area of 2100 mil 2 has been 
demonstrated. However, the amplifier efficiency was only - 15%, owing to its circular 
inner cladding geometry and its small pump absorption. Smaller inner cladding sizes 
are advantageous for L-band as well as for C-band amplification, since higher levels of 

15 pump absorption can be allowed for the same average inversion. Hence, for an L-band 
Er-doped double clad amplifier pumped with a 2 W broad-area laser diode, 
recommended values for clad-to-core area ratio CCR are 10:1 to 50:1 and the cross- 
sectional area of the inner cladding should not exceed 2000 |am 2 . 

With the small waveguide dimensions and preferred all-glass design taught by 

20 the present invention, conventional side-pumping approaches are not suited for this 

application. Although multi-mode coupler technology can still be used for amplifier 
pumping, it would typically result in a significant insertion loss. Thus, direct end 
pumping is the preferred choice. 

Referring :o FIG. 3, a tilted micro-optic dielectric filter 218 multiplexes a pump 

25 light into the inner cladding and a signal into the core of the active fiber for making the 
amplifier. As one example of the tilted micro-optic dielectric filter 218, a beam 
combiner, such as a 45° oriented dichroic mirror is . ombined with micro-optics, such as 
a collimator 2 ! o and other types of coupling optics 206, to combine the pump radiation 
272 from a laser diode 72 and the signal radiation 220 at the input end of the acn\e 

30 fiber 30 used as die fiber amplifier 16 of FIG 1 I he output end of the fiber amplifier 
can be spliced !< the single mode fiber 14 of H< i If a counter-propagating pun <y 
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two-end pumping is desirable, the same micro-optics arrangement can be used on the 
output end. To maximize the output power, up to Four separate broad-area diodes can be 
used to pump a double-clad laser or amplifier by polarization multiplexing two of them 
at each end. 

5 Referring to FIG. 4, to simplify the packaging of the combiner of FIG. 3, the 

dichroic mirror 218 is coated directly on a 45° polished end 208 of the double-clad 
active fiber 30. The pumping beam or radiation 272 is coupled from the side, with the 
micro-optics 216 and 206 ad justed for the presence of an additional microlens 181, such 
as a cylindrical lens formed by the fiber itself. Instead of using the microlens 181 and 

10 the coupling optics 206, if the thickness of the coated mirror 218 is sufficiently thin, the 
signal radiation 220 can be coupled directly into the fiber amplifier 30 through a 
mechanical joint 170 of FIG. 15 with the single-mode fiber 12 of FIG. 1 for better input 
coupling, as seen in FIG. 5. 

Referring to FIG 1 5, another approach is to use double-pass arrangement where 

1 5 the pumped end of the double-clad fiber amplifier is coated with a signal bandstop filter 
60, such as a dielcctnc mirror, having high transmission for the pump wavelength and 
high reflection in the signal band. The signal is injected on the other end of the fiber 
amplifier and taken out by an optical circulator 150. To avoid splicing highly dissimilar 
fibers, the double-clad fiber amplifier can be mounted directly onto one of the circulator 

20 ports. Hence, the optically active fiber 30 of FIG. 2 is utilized in a double-pass 

geometry where a pump light is launched into the optically active fiber through the 
signal bandstop filter 60 and signals are launched at the opposite end of the optically 
active fiber 30 through a first port entering into a second port of the optical circulator 
150, wherein the signal in the optically active fiber 30 experiences double-pass gain as 

25 a result of the population inversion created by the pump light and reflection by the 

signal bandstop filter 60 lor providing signal extraction via a third port of the circulator 
for making the amplifier. The signal is thus experiencing doable-pass gain in the active 
fiber. As is known, the circulator 150 is a component which; separates forward and 
backward propagating light. Instead of a dielcctnc mirror it signal bandstop filler 60 

M can also be a fiber grating 

The present invention teaches that what is importer tor 3-ievel devices, such as 
lasers or amplifiers, is the level of pump power density 'ha' . in be created in the inner 
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cladding, which defines the achievable inversion. In accordance with the teachings of 
the present invention to find the maximum desired area of the inner cladding, it is more 
convenient to use the power threshold estimate equation for a laser. 

For any 3-level device the threshold pump power P, h in a laser always has to be 
5 higher than the saturation power P sat . In other words the fiber laser must be "bleached" 
(i.e., where approximately one-half lasing atoms have been excited into an excited 
state) along a substantial part of its length. P sat is the saturation power defined as 

Hence, the smaller the inner cladding area (A^d) the lower is the saturation 
10 power P sat because these two terms are directly related by Equation (3). By substituting 
Equation (3) into Equation (2), it can be seen that the smaller the saturation power is, 
the greater the inversion because these terms are inversely related, hence the higher 
inversion can be achieved to make a 3-level laser work. 

The threshold power P t scales in proportion to the cladding area (A c!iM j ) and the 
15 length of the laser. The threshold pump power is well approximated by the follow ing 
equation where it can be seen that the threshold pump power is higher than the 
saturation power by a factor ap/4.343 when the fiber laser is bleached: 

P th = PJa,, / 4.343) = !^L(a p / 4.343) (4) 

where o, is the pump absorption cross section, r is the fluorescent or mctastable level 
20 lifetime, A cia , is the cross-seclional area of the inner cladding, and Op is the pump 

absorption in dB. Hence, from Equation (4), the power threshold for lasing depends 
essentially on the dimensions of the inner cladding and the background loss in the 
active fiber over the pump absorption length. 

Referring to FIG. 7, if the Yb fiber laser provided by the active fiber 30 is 
25 pumped with a single 2 W broad-area laser diode ^2 and the input pump power 
P in -1600 mW is actually launched in the inner cladding 32, for the efficient laser 
operation the threshold power required for lasing should not exceed about a quarts of 
the input pump power, or 400 mW. Taking (/ . h dB, hv ^ 2.16*10" 19 J (for a ( >2<> n:n 
pump), a,, S y< 10" 21 m 2 , x = 0.8 ms and fi -W, the cladding area is taught h\ liie 
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present invention to be Acu d = 890 |.im 2 from Equation (4). Hence, for a Yb doped 976 
nm double clad fiber laser pumped with a 920 nm broad-area laser diode, the 
recommended values for clad-to-core area ratio are 2:1 to 8:1 from Equation (1) and the 
cross-sectional area of the inner cladding should not exceed 900 urn 2 from Equation (4) 
5 because the threshold should be decreased as much as possible. 

A double-clad fiber with such a small clad-to-core area ratio is realizable. For 
an 8 urn diameter circular core within a preferred 10x30 elliptical inner cladding, 
the area ratio is equal to (5-1 5/4 2 ) ^ 4.7 which is less then the maximum taught ratio of 
8 for Yb. 

1 0 However, the practical size of the minimum area of the inner cladding will be 

limited by the choice of materials (NA^a and the index contrast or index delta) and the 
quality of pump focusing optics. With a cladding aspect ratio of 2 or higher it would be 
impossible to have a cladding to core area ratio CCR of less than 2, unless the core is 
elliptical too. Furthermore, with conventional optics it is very difficult to focus a 100 

1 5 urn broad area laser into a spot smaller than 20 urn in size, and it is not practical to 

make a single-mode core larger than 10 urn because the required index contrast or index 
delta will be too low. This, again, dictates that minimum CCR is about two. 

In a double-clad amplifier with a small clad-to-core area ratio (CCR), cladding 
modes of the signal will overlap with the doped core to a sufficient degree to experience 

20 gam in the higher-order modes (HOM). Any mode of the waveguide has a certain 
profile of the optical field, as seen in FIGS. 16-17. It is only amplified as much as that 
field overlaps with the doped region (for the description given here, we assume that 
only the core is doped, although partial doping of the cladding is also possible). Most of 
the fie'.d of the fundamental core mode is within the core 34, and that mode would 

25 obviously be amplified, if the required level of inversion were achieved However, the 

inner cladding supports many different modes because of its larger size. Some ions will 
always transition spontaneously, giving equal amount of photons to cverv mode, core 
and cladding. If the cladding is comparable in size to the core, at least some of the 
higher-order inner cladding signal modes will have a sufficient overlap of their field 

30 with :ons in the core to also be amplified, as seen in Figs. 16-17. This will degrade the 

laser or amplifier efficiency, because .olira! energy accumulated in the higher-order 
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cladding modes (ASE) will not be coupled to a single-mode output fiber. 

A first solution to counter the cladding mode amplification effect is to increase 
attenuation of the inner cladding modes by doping the outer cladding with a suitable 
dopant that is an absorber, so that signal cladding modes are attenuated and never lase, 

5 but the core mode is not noticeably attenuated. Such a dopant should be strongly 
absorbing at the signal wavelength, but not absorbing at the pump wavelength to kill 
spontaneously excited (ASE) signal cladding modes. Amplifier efficiency will not be 
affected since core mode overlap with the outer cladding is small. Rare-earth elements 
such as Snv\ Pr ' or Tm 2 ' are the preferred choices of the absorbing dopant 92 for Er 

10 amplifiers, as shown in FIG. 6. 

Alternatively, or in addition, the inner cladding 32 is doped with a signal 
absorbing dopant 93, as also seen in FIG. 6, to prevent amplification of the inner 
cladding higher order modes, where the absorbing dopant has a minimum overlap with 
the fundamental mode. In other words, a portion of the inner cladding 32, not 

1 5 overlapping with the fundamental mode, is doped with a signal absorbing dopant to 
prevent amplification of the inner cladding modes. 

A second solution, for the amplifier, is to perfectly mode-match the input and 
output single-mode fibers 12 and 14 of FIG. 1 to the double-clad fiber core mode of the 
active fiber 30, used as the amplifier 16 of FIG. K so that very little light is launched 

20 into cladding modes of the amplifier. Otherwise, launching any light into the cladding 

modes of the amplifier would degrade it's efficiency because some pump energy would 
be wasted on amplification of the cladding modes and never converted into a useful 
output. To mode match the input fiber to the core mode of a double-clad fiber, when the 
fibers arc spliced, it is taught to ensure that mode field diameter (MFD) is the same for 

25 the input fiber and the double-clad core. Even though actual index differences or index 
delta and core diameters may differ, what is needed is to match the MFD and align 
cores well. The third solution th.it the present invention teaches, for the laser, is to 
use mode-selective feedback to ensure a fundamental mode-onlv laser operation. To 
provide mode-selective feedback, as seen in FIG. 7, the outpu: single-mode fiber is 

30 mode-matched to the double -c! ad fiber core mode and a signal retlector 52, in the form 
of Bragg gratings is provided i:: liie output fiber, to ensure stioiiLei optical feedback for 
only the core mode. If the mti:i aii loss is sufficiently small, then :he laser efficiency is 
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relatively insensitive to the external reflection. Therefore, a 4 to 15% external reflector 
will not significantly decrease the efficiency. However, once the reflector 52 is placed 
in the single-mode output fiber 20 and the fibers are mode-matched, only one mode, the 
core mode of the double-clad fiber laser 30, will receive the feedback, and the cladding 
5 modes will not. Hence, the reflector 52 reflects the signal light to perform a mode 
selection function. The presence of the reflector 52 and mode matching will ensure that 
cladding modes never lase (same purpose as doping the outer cladding for an amplifier, 
but only works here for a laser device, because an amplifier is not supposed to get any 
feedback). Alternatively, the output mirror 62, preferably in the form of a suitable thin- 

10 film stack, can take the place and eliminate the need for the Bragg reflector 52 and the 
pump reflector 56. 

Since the present invention teaches that a high inversion level should be 
maintained throughout the whole length of a 3-level laser or an amplifier, a significant 
amount of pump power would pass through and escape on the other end. Therefore, for 

15 maximizing the laser/amplifier efficiency, it would be preferable to use an additional 
pump reflector 56 to reflect the residual power back into the device as seen in FIG. 7. 
A flat mirror, displaced by a small distance from the fiber end acting as a pump 
reflector, could also provide some mode-selective feedback for the signal, if it is 
designed to reflect 100% at the pump wavelength and 5-15% at the signal wavelength. 

20 Mode-matched coupling (splicing) 1 7 to a single mode fiber 20 with an additional fiber 
Bragg grating (FBG) acting as the pump reflector 56 can provide modc-scicctivc 
feedback and also return back the portion of the pump light coupled to the output fiber 
20. The mode-matched coupling 1 7 which could be in the form of a splice or a taper 
thus provides an intra-cavity transvcrse-rr.ode-selective element that is coupled to the 

25 output of the optically active fiber tor selecting the low r est transverse lasing mode. 

In the case of a laser, the outpu: flat mirror acting as the pump reflector 56 can 
simply be a dielectric mirror deposited on the cleaved or polished end of the fiber, 
tran>parent for the signal and highly reflective for the pump. 

In the case of using the active fiber 30 as an amplifier 16 of H( i 1 . however, 

30 ev en a very small amount of signal reflection can cause undesirable mi.lt i path 

luierterence effect. If a material of tin mner cladding 32 is photosensim e. men an 
acA.mkigeous solution for the amplihei ; o :s to write a multimodc chirped ft her Bragg 
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grating (FBG) 56 at the unpumped end of the active fiber 30, or in the output fiber 14 of 
FIG. 1 instead of the pump fiber 20 of FIG. 7, designed to reflect all or most of the 
pump modes. 

In general, maximizing the overlap between pumping light and doped fiber core 
5 is advantageous. Thus it is desirable to make the core larger and inner cladding smaller. 

A larger core improves pump absorption and smaller inner cladding helps create higher 
inversion with less pump power. However, other factors already discussed and to be 
seen, limit the optimum core size to the one corresponding to a nearly two-moded core. 
The example easiest to follow is one using the Yb fiber laser at 980 nm. Due to 

10 physics, an area ratio (CCR) of not more than 5 or 6 is needed. Given the current 

material choice and capabilities of coupling optics, there is a limit to which the cladding 
size can be decreased before the pump coupling efficiency will start to suffer. Given 
that minimum cladding size, the only way to decrease the clad to core area ratio (CCR) 
below 5 or 6 is to start making the core larger and larger. 

15 However, the index difference or delta between the core and the inner cladding 

cannot be made too small, or the optical field will simply not be confined in the core, as 
already discussed, and the core waveguide will have too much bend loss. Hence, with a 
given index difference or delta, one can only increase the core diameter 42 of FIG. 2 so 
much before the core becomes multimoded (up to about 10 um, in practice), unless the 

20 core is made with a graded index. It is known that for a given delta, a slightly larger 

core can still be single moded if the core has a graded index. In the case of an Yb fiber 
laser operating at 978 nm, the larger si/e graded index core lowers the gain for the 
unwanted 1040 nm line. In other cases, especially if the inner cladding waveguide has a 
noticeable amount of passive loss, a larger size graded index core allows it to absorb the 

25 same amount of pump power in a shor.er fiber length, increasing the device efficiency. 
Grading of the core index profile can be achieved, for example, by annealing the core- 
inner cladding preform or drawing it ai a higher temperature, allowing for significant 
dopant diffusion. When the core is molten and the cladding is softening, diffusional 
processes are relatively fast, so graded index profiles can be created in situ. 

30 An ultimate version of the graded index is a core that grades dou n ;n index all 

the v\ ay to the edge of the outer cladd;n r , fhen, there is no defined bordc: between the 
core and inner cladding, they become *mk And still the 0-order or fundamental mode of 
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such a waveguide is confined in its very center with a relatively small MFD, and the 
higher order modes fill the total waveguide area more uniformly. Hence, the present 
invention also teaches an analog of the area ratio (CCR) where it is the modal area ratio 
that is specified rather than the glass layers area ratio. 
5 As discussed, many factors affect the optimum design of a double-clad fiber 

used as a waveguiding structure. A number of modes and their intensity (field) 
distribution within the waveguide depend on the waveguide shape, index contrast or 
index delta A, and si/e. 

For the case when a line between the core and the inner cladding (graded index) 

10 is hard to draw, the physical cross-sectional area ratio (CCR) is not simply defined. In 
this unique case of a high-delta graded waveguide used as both the core and the inner 
cladding of a "double-clad" fiber, the modal area is defined as the physical area where 
the optical intensity of the mode is higher than 1/e 2 of its maximum (or electric field 
amplitude is higher than 1/e of its maximum). In other words, when the core and the 

1 5 inner cladding form a single waveguide made of a material with a continuously varying 

composition such that the refractive index is progressively decreased (graded) from a 
central part to an edge of the waveguide, the central part of the waveguide is doped with 
the optically active ion having the three-level transition to form a doped area, then the 
overlap between the fundamental (zero-order) signal mode of the waveguide with the 

20 doped area is preferably designed to not be more than seven times larger than the 
overlap of all pump modes of the waveguide combined with the doped area. 

The direct analog for the physical cross-sectional area ratio (CCR) would then 
be the ratio of a/b where "a" is the cross-sectional area of all propagating pump modes 
combined and "IV' is the cross-sectional area of the fundamental (zero-order) signal 

25 mode. All modes in this case are modes of the graded waveguide which is both the 
core and the inner cladding. However, the pump will use all of these modes and the 
signal ideal: v will propagate only in the zero-order one, giving the desired ratio o I about 
3:1 to 5:1 tor a reasonably high delta. This V I to 5:1 modal ratio of the cross-.seenonal 
area of ail propagating pump modes combined over the cross-sectional area of the 

30 single signal mode is especially beneficial for the Yb 3-lcvel laser. 

A similar definition can be given for the standard case, when the core and the 
inner cladd:iv. have a clear border, because wr-a: again, the pump uses many nu .ies o: 
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the cladding and the signal only uses one mode of the core. However, for the standard 
case this definition would give almost exactly the same numerical value as the physical 
cross-sectional ratio (CCR). 

Optically, for conserving "etendue", the product of the NA^ and spot size of 

5 the double-clad fiber 30 has to be equal or greater than the product of the numerical 
aperture (NAi ascr ) and the spot size on the laser diode 72 of FIG. 7. If optics is used to 
de-magnify the image of the laser emitting area, the same optics will automatically 
make a beam more divergent, or increase its NA. The inner cladding (serving as a 
pump waveguide) NA, NAciad must then be equal or higher than that of the incoming 

10 beam, to collect all of the light. The general definition for the NA refers to the 
maximum divergence angle at which a light beam can enter a waveguide and still 
expenence total internal reflection needed for waveguiding. For a typical lOOjun broad 
stripe laser, the divergence angle parallel to the stripe (slow axis) corresponds to an NA 
of approximately 0. 1 . A fiber NA greater than 0.35 is then desired for the efficient 

15 coupling of the pump light into a 30 fim core. For a \5fim core, an NA of 0.7 is 
needed. 

These NA values represent a very high refractive index contrast, or delta 
between the inner cladding and the outer cladding and are higher than available in 
standard silica fibers. However, they can be achieved with multi-component glasses. 

20 Tantalum silicate and lanthanum aluminum silicate fibers have been fabricated with a 

high refractive index relative to silica. Antimony silicate fibers using different 
compositions for the core and the inner cladding have also been fabricated with a high 
refractive index relative to silica. Almost any multi-component fiber will give a high 
refractive index, for example, those based on phosphates, lead silicates, and 

25 germanates, as the composites. However, the chemical and physical properties of the 
core must he compatible with the inner cladding, and spectroscopic properties of 'he 
dopant must be preserved. It is known that \V and Nd" can be doped into glasses 
other than silica and produce nearly the same transition levels. 

The \ A of the fiber waveguide also relates to the minimum size, and therefore. 

30 as shown ab.n e, to the threshold power value fo; a particular aspect ratio. The 

threshold pow ei s for various waveguides ha\ c been calculated as a function ol t;v 
numerical al lure (NA). In the example plotted in FIG. 9, the waveguide has a eoio 
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of 20jmi for the product of the length of the major axis and the numerical aperture, for 
example, an NA of 0.2 and a major axis of length 100/im. The top curve is calculated 
for a square inner cladding having a value of unity for the aspect ratio (AR) of the 
height to the width. The next lower curve is for a circular inner cladding. As the aspect 
5 ratio of the rectangular multi-mode inner cladding drops, the threshold power for lasing 
is significantly decreased. For rectangular aspect ratios of more than 4/x or 1 .27, the 
rectangular inner cladding has a smaller threshold power for lasing than a circular one. 
For example, for a waveguide with a numerical aperture of 0.6, the threshold power for 
lasing is reduced from 900mW for a circular inner cladding of a 33^m diameter fiber to 

10 200mW for a rectangular inner cladding of the fiber waveguide having an aspect ratio 
of 3 (33/imxl 1/rni). These dimensions are consistent with image sizes of broad stripe 
diode lasers. This reduction in threshold power for lasing is greatly advantageous if a 
2W diode is the limit of commonly available broad stripe pump sources. 

As is known, for efficient coupling of the pump light, the inner cladding 

1 5 geometry of a double-clad fiber should match the geometry of the pumping diode. 

Unfortunately, the light emitting spot of a broad-area semiconductor laser is strongly 
asymmetric, with an aspect ratio of at least 100:1. The beam is typically single-moded 
(Gaussian) in the fast axis direction (perpendicular to the wafer plane) and strongly 
multi-moded in the slow axis direction (parallel to the wafer plane). The slow axis 

20 direction is the most critical one, ultimately defining the allowable size of the pump 
waveguide or fiber laser. 

Referring to FIGS. 10-14, the present invention teaches a variety of elongated 
shapes that can be used for the inner cladding 32 of FIG. 2, the most technologically 
convenient ones being the rectangular inner cladding 321. the ''racetrack" inner 

2> cladding 322 or the ellipse inner cladding 323. The longer (slow axis) dimension should 
be at least 10-20% larger than the width of the diode laser aperture {D^ CT 48 of FIG. 7) 
times the ratio of the diode slow axis NAi ascr to the fiber N A For example, if a 100 urn 
laser with 0.1 NA is used for pumping and the fiber inner cladding NA is 0.3, then the 
longer dimension of that cladding should be at least 1.2-W 1 ')'" - 40 (im. To keep the 
cross-sectional area of the cladding as small as possible, the shorter (fast axis) cladding 
dimension should be made i List large enough to accommodate the single mode core. 
Resulting aspect ratio of die cladding will then be 1> : ot higher. Oblong or an 
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otherwise elongated shape of the inner cladding combined with the relatively small 
clad-to-core area ratio (CCR), will ensure uniform pump absorption by equalizing 
pump modes overlap with the doped core. Of the five shapes presented in FIGS. 10-14, 
including the diamond shaped inner cladding 324 not already mentioned, the "SaturrT- 
5 like inner cladding 325, having an elongated center elliptical extension in the middle of 
a just larger circle than the circle of the core, will have the smallest possible clad-to- 
core area ratio (CCR) for a given core size. 

Referring back to FIG. 2, the preferred design and dimensions of the double- 
clad active fiber 30, allows strong pump absorption while suppressing long wavelength 
10 ASE and allows a strong enough pump intensity to obtain 3-level operation, 

summarizing the teachings of the present invention. An input side of a 3-level or a 
] quasi-3-level double clad active fiber or brightness converter 30, for use as an amplifier 

\ or a laser, is irradiated with a pump signal 64 at wavelength V An inner cladding 32 is 

constructed for multi-mode operation. A preferably-single transverse-mode core 34, 
1 5 centrally located within the inner cladding 32, is made from glass having a sufficient 
compositional difference from the inner cladding 32 to provide the appropriate 
differences in refractive indexes. The core 34 does not have to be strictly single mode, 
a core on the border of being 2-moded still works. Preferably for our stated purposes, 
the core 34 is doped with ytterbium (Yb 3 ^), erbium (Fr 3 *) or neodymium (Nd 3f ) ions. 
; 20 but other rare-earth elements can be used. The double-clad active fiber 30 also includes 
an outer cladding 36 that is preferably made of a glass with a lower refractive index 
than the refractive index of the inner cladding 32 such that the NA^ is greater than 0.3. 
An all-glass design allows these types of refractive indexes and the glass types include 
lanthanum aluminosilicate glasses, antimony gcrmanates, sulfides, lead bismuth 
2> gallates, etc. A preferred material for the overclad is also a glass, for example, an alkali 
of boroaluminosilicate. 

No attempt has been made to accurately illustrate their relative diameters in the 
cross-sectional area representations of the active fiber 30 in FIGS. 10-14. However, the 
area of the inner cladding 32 is preferably approximately less than twenty-five times 
; <> larger than the area of the core 34. Also, it is possible to use air (n-1 ) as the cladding. 

The length of the auive fiber 30 is relatively unimporani beyond its being very 
long compared to the \\ a \ -.-kT^ihs involved so that any hi gin ;- .vrder modes are 
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adequately attenuated over its length. In practice, this length is determined by the level 
of rare earth doping in the core and desired pump absorption efficiency. In some 
circumstances 1cm in length is more than adequate. 

The active fiber 30 includes two mirrors 60, 62 defining the input and output 
5 ends respectively of the optical cavity and to serve as end reflectors. The input mirror 

60 is made highly transmissive to an optical pump signal 64 at the pump wavelength Xp 
and highly reflective at the signal (lasing) wavelength X s of the output signal 66 while 
the output mirror 62 is made partially reflective (partially transmissive) at the signal 
wavelength ^ and preferably also at least partially reflective at the pump wavelength. 

1 0 For the active fiber 30 used as a fiber laser, it is possible to use a cleaved output facet as 
the output mirror. Even its 4% reflectance across an air gap to a butt coupled output 
fiber 20 of FIG. 1 is sufficient to define the optical cavity. A single-mode fiber 20 is 
butt coupled to the output end of the core 34. If the brightness converter or fiber laser 
30 is being used as a pump source for an EDFA or other doped optical amplifier, such 

15 as a Raman amplifier or fiber with Raman gain, the single-mode fiber is the pump fiber 

20 of FIG. 1. Thereby, the pump signal 64 is efficiently admitted into the optical cavity 
at the input mirror 60, an optical cavity is defined between the mirrors 60, 62, and some 
of the standing wave in the optical cavity is allowed to pass through the output mirror 
62. 

20 For the ytterbium fiber laser provided by the active fiber 30, the signal 

wavelength Xs equals 978 nm corresponding to the three-level transition. Although 
the invention, where it concerns fiber lasers, is developed in view of Yb" + doping, it is 
not so limited. The fiber laser or brightness converter 30 may be doped with other 
transitional or rare-earth ions, such as Nd~ f . A combination of Yb and Nd doping, 

25 either by co-doping or by a sequence of differently doped fibers allows pumping at 
SOOnm rather than 920nm. 

Instead of using a separate focusing element 70, the optical characteristics of the 
broad stripe laser 72 may be good enough to allow direct coupling into the multi-mode 
inner cladding 32. However, if a focusing element 70 is needed, techniques have been 

30 developed that enable efficient coupling of pump power from broad-area laser diodes 

having typical emitting apertures with dimensions of 100X1 |am ar.d N/Vs of 0.1/0.55 
m the slow and fast axes, re.sfKi k civ, into a fiber with a rectangular core cross section 
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of 30X10 |anr and effective numerical aperture of >0.42. The terms "slow" and "fast" 
refer to the planes that are "parallel" and "perpendicular " respectively, to the laser 
diode junction plane. In order to efficiently couple light from the broad-area 
semiconductor laser 72 with emitter dimensions of 100X1 pm 2 and NA's of 0.1/0.55 in 
5 the slow and fast axes (measured at 5% of the maximum far-field intensity points), 
respectively, coupling optics or other beam shapers 70 can be designed to produce an 
image of the emitter near field with dimensions of 30X10 ^m 2 and 5 % NA's of 
0.W0.12 in the slow and fast axes, respectively. 

Regardless of direct coupling or not, the pump signal may be provided by a laser 

10 diode 72 of FIG. 7, in the form of AlGaAs or InGaAs broad stripes, arrays, or a diode 
bar emitting at a wavelength shorter than 976nm but within the ytterbium absorption 
band. The practical pump band extends from 850 to 970nm with a more preferred 
range being 910-930nm and a most preferred range being 91 5-920nm. The precise 
values of these bands and the lasing wavelength may shift by a few nanometers 

1 5 depending upon the dielectric host. 

As illustrated in the schematic view of FIG. 7 and FIGS. 10-14, the similar 
elliptical, rectangular, oblong, or otherwise elongated aspect ratios of the diode or 
broad-area laser 72 and of the input of the multi-mode cladding 32 (both vertically or 
horizontally aligned alike) allows a lens or fiber-optic coupler, optical exciter, or other 

20 beam shapcr or focusing clement 70 to focus the relatively large-size output of a wide 
stripe or "broad area" laser diode 72 or even a diode bar into the wide multi-mode 
cladding 32 of the fiber laser 'amplifier or other types of brightness converter 30. 
Preferably, the inner cladding 32 has an aspect ratio greater than 1 .5 and sized 
sufficiently small to allow the coupling of pump light from the broad-area laser diode 

25 7 2 to create sufficient high pump power density. The inner cladding of the double-clad 
fiber can be drawn into elongated shapes, for example, ellipses or rvctanglcs by various 
methods. Available methods include triple-crucible draw and the rod-in tube technique, 
with the parts machined into a desired shape. CVD, sol-gel, and soft glass in tube are 
other available methods. 

30 The rectangular, elliptic ah oblong, or other elongated cro^ section of the multi- 

tnode cladding 32 of FIGS. 1 ( >- U arc particularly advantageous heeaase its entrance 
lace 323 can be more easily ni.i vhed to the emission pattern of a \\ k!c stripe laser 72, 
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which may have a width-to-height aspect ratio (AR) of 100: 1 . That is, the width of the 
waveguide entrance face 323 can be made substantially greater than its height, which is 
defined as a high aspect ratio. Even if the coupling optics is designed to form a beam 
which, when demagnified from the original lOOx I jim size, has approximately equal 

5 NA in both orthogonal directions (advantageous for preserving a high power density), 
the resulting beam waist will still be substantially wider in the plane of the diode chip 
than it is in the vertical direction, for example, 30x5 urn. If the cladding waveguide 
cross-section matches that shape, then nearly all of the laser diode power can be easily 
coupled into the waveguide while maintaining a high optical pump power density. The 

10 high power density allows a lower power threshold for lasing than that available in 
circular or square waveguides. Other inner cladding cross-sections of other elongated 
shapes, for example, elliptical 1 32, "racetrack 11 , diamond, "satum" or any other beam- 
matching shape, can be used to match the shape of the pump emission area. However, 
it is desirable for the output of the fiber laser/amplifier or brightness converter 30 to 

15 have a substantially circular single-mode transverse field as its output from the core 34. 
It is desirable for the output of the fiber laser/amplifier 30 to have a substantially 
circular mode field because a conventional fiber 20 also has a circular mode field and 
the better the mode field size and shape match, the lower the coupling loss. 

For any given NA of the inner cladding, the longer dimension of the double-clad 

20 fiber will be fixed by the requirements to couple all of the available pump power (since 
the size of a broad-area laser emitter is fixed and can be demagnified only by the 
amount defined by the fiber NA relative to the broad-area laser NA). The second or 
shorter dimension can then be varied. However, if the longer dimension is the same, an 
elongated shape with an aspect ratio of 3: 1 w ill have a surface area 3 times less than the 

25 one with a 1 : 1 aspect ratio. Therefore, a corresponding laser with such a smaller 

surface or cladding area can have roughly 3 times lower threshold. Thus, while it is 
possible to build a 3 level laser/amplifier with a known D-shaped inner cladding, the 
inner cladding with an oval or otherwise elongated shape will provide a significantly 
lower threshold and therefore higher efficiency A lot of factors in designing an 

30 optimum ; level double-clad fiber laser or amplifier relate back to the cladding to core 
area ratio (( CR). With a given fiber NA and pump laser NA, one of the dimcrvons of 
the mncr . Lidding can not be decreased beiow certain size. But to decrease the surface 
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area as much as possible for higher inversion, in accordance with the teachings of the 
present invention, the other dimension can be squeezed. Thus, the present invention 
teaches that neither the area nor an aspect ratio specification by itself is sufficient for 
building an efficient device and only complying with both specifications at the same 
5 time can provide sufficient inversion and low threshold. 

As well as for a laser, the active fiber 30 used as an amplifier utilizes the multi- 
mode inner cladding to receive the pump light 64 for coupling to the core which 
provides most of the optical amplification. The single-mode fiber output fiber is butt 
coupled at an output junction of the active fiber 30, for example by a splice or other 

10 connection, and effectively outputs a lasing signal 66 that is only the fundamental 
mode. Preferably, the mode field diameters (MFD) for the respective lowest-order 
modes are matched across the junction between the output end of the active fiber 30 
and the single-mode fiber. If not index-graded, the core is sized sufficiently small such 
that the core supports only one transverse mode at the output signal wavelength such 

15 that this single transverse mode has a mode field diameter equal to that of a standard 
single mode fiber for optimum coupling. 

As an example, a 30x10 micron (or |im) rectangular inner cladding 32 ot a 
multi-component silicate glass is placed within an outer cladding 36 having a diameter 
of 125 micron and has a core 34 having a core diameter 42 of 6 micron, to provide an 

20 output mode closely matched to a CS980 single-mode fiber 20. Preferably an antimony 
sillicate glass is used. Another multi -component silicate glass is 60SiO2 28AEO; 12 
La?03 ( in mole%). Even though other single-mode fibers are usable, the single-mode 
fiber 20 is the CS980 single-mode fiber made by Corning, Inc. for propagating 
wavelengths at 980nm and having a standard 1 25 micron outer diameter. 

25 Minimizing the mismatch of the coefficient of the temperature expansion (CTE) 

is very important for increasing fiber reliability and to facilitate the cleaving and end- 
polishing of the fibers. A less than +7-30 x 1 ( > oC over the range 0-200oC CTE 
mismatch is preferred between the inner cladding and outer cladding. The most 
important point of mismatch is between the ir.ner and the outer clad, though the eore to 

30 clad CTH mismatch could be important fur polishing. Hence, the core is preferably also 
made from a glass having a coefficient of f; . ; mal expansion (CTE) mismatch v. uh the 
material ot the inner cladding of less than ^\10 7oC over the range 0-2i)uo( 
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These requirements are relatively easily met using antimony silicates, alumino-lantano- 
silicates, alumino-phospho-germanosilicatcs and a variety of other oxide glasses. For 
some fiber-making techniques, such as triple-crucible draw, it is also important to 
match the viscosities of the core, inner and outer cladding glasses for better control over 
5 a waveguide shape. 

Example 

The invention will be further clarified by the following example which is 
intended to be exemplary of the invention, as generally depicted in Flti. 2 and HU. /. 

10 

Example 1 

An efficient all-glass Yb-doped double-clad fiber laser 30 that delivers over 1W of 
single-transverse-mode output at 978nm when pumped with 2.5W of launched power from 
a 200 urn broad-area laser diode at 915nm has an all-glass design. This double-clad 

1 5 fiber laser has a small clad-to-core ratio ( CCR), combined with strong spectral and 

modal gain discrimination. The fiber core 34 and the first or inner cladding base glass 
32 is a multi-component antimony-siheate. The step-index core 34 has a numeiical 
aperture of 0.1 relative to the first cladding dVW)- me inner ciaading 32, in lurn has 
en effective numerical aperture of 0.5 (NAd ad ) relative to the boro-silicate glass second 

20 or outer cladding 36. The core 34 is uniformly doped with 0.45 wt% Yb having a 

fluorescence decay time of 875 |is. The absorption and fluorescence spectra of the 
active fiber 30 produced using the triple-crucible method show that the quasi-four- level 
emission peaks at 1015nm whereas the absorption has a broad shoulder from 910 to 
950nm. 

25 The unwanted lasing at 1015 nm nectis ;o be eliminated. Spectrally selective 

thin film multi-layer dielectric mirrors 60 and h2 are used to provide increased loss and 
fiber 40 length control is used to limit available cam for the 1015 nm line. The 
necessary excess loss at 1015 nm increases with increasing pump absorption and ( CR. 
With 10 dB of double-pass pump absorption at ^13nm and 13dB of threshold gam a: 

30 978nm. the required double-pass loss at 101 >:\m is at least 22-30dB when the (.'( R is 
4-5. Tins ievei of transmission loss, together- a ih input mirror 60 requirements ■ : high 
reflection -ai smission at 978 /915 nm is about the best that can be done with auuut 
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thin film technology. 

For modal gain discrimination, the shape and dimensions of the fiber first or 
inner cladding 32 are chosen from considerations involving maximization of pump 
power coupling efficiency using anamorphic optics. A 200x1 (am 2 broad-area laser 

5 diode 72 near field with NA's of 0.1/0.65 in planes parallel/perpendicular to the 
junction was transformed to a nominally 30x10 urn 2 spot and coupled with 75% 
efficiency into the double-clad active fiber 30 with an ellipsoidal first cladding cross 
section 323 of FIG. 12 having major and minor axes dimensions of 32x16 ^m 2 . Hence, 
with an upper bound of 4-5 for the CCR, the core diameter 42 can not be smaller than 

10 10-11 um unless the mirror loss at 1015nm is increased beyond the 22-30dB range. For 
every micron reduction in diameter, approximately 8dB of 1015nm extra loss is 
required. 

On the other hand, a larger core increases the gain of higher-order modes 
(HOM) of a compound clad-core structure, which can readily lase, hindenng 

15 diffraction-limited performance. According to the teachings of the present invention, 
the core cross-sectional area is dimensioned such that the higher-order modes of the 
inner cladding experience a lower overlap with the doped area than the fundamental 
mode, as seen in and preferably dimensioned in FIG. 17. This point is illustrated in the 
comparison of FIGS. 16-17, where the highest-gain HOM of the compound clad-core 

20 structure is computed for a core diameter 42 of D=16 ^m (CCR=2) in FIG. 16 and 
D=10 nm (CCR=5) in FIG. 17. The overlap factors of these modes with the doped area, 
which determine the effective modal gains, are r=96% and T-65%, respectively. For 
comparison, the respective fundamental modes have T-97% and 85%. As the core size 
increases, the I" factor of HOM's increases, approaching the value for the fundamental 

25 mode, leading to reduced differential modal gain discrimination. Therefore, a 32x16 

[iwT inner cladding double-clad fiber was designed with an 1 1 fim diameter core, which 
had an estimated near-threshold gain discrimination of approximately 3dB between the 
fundamental mode and highest gain HOM. 

As show n in FIG. 8, over 1W of output power was obtained with 2.5W of pnmp 

30 launched. Am .; 1 OdB of double-pass pump absorption over a fiber length 46 of Jem 
was achieved v. it!: a thin-film dielectric pump u ILvtor 56. With respect to the hr.mched 
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pump power, the threshold was about 330 mW and slope efficiency was 48%. The 
Gaussian near field of the fiber laser output had a MFD of 1 0 fim and the far field M" 
was 1.1. The output was coupled to single-mode CS980 fiber 20 with 80% efficiency, 
further evidence of the diffraction-limited emission of the device. 

5 It will be apparent to those skilled in the art that various modifications and 

variations to the options and design criteria of the double-clad structure, such as the 
lens, coupling scheme, fiber laser, amplifier, and other components of the optical 
package can be made to the present invention without departing from the spint and 
scope of the invention. Thus, it is intended that the present invention covers the 

10 modifications and variations of this invention provided they come within the scope of 
the appended claims and their equivalents. 



